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QUESTIONS

1.   Wh4t hardens metal?

Metal hardens when it has been rolled, twisted, hammered,
bent, or drawn.

2.   What methods of annealing are used in making jewelry?

Metal can be annealed with any heat which is sufficiently
intense to produce the red glow required; the gas blow-torch,
the gasoline torch, the Bunsen burner, or the alcohol torch
are commonly used.

3.  What merit is there in the charcoal block?

When charcoal becomes hot it retains heat and reflects it
back on the metal.

4.   Why is the asbestos block used?

The asbestos block is used to anneal larger work, also to place
under the charcoal block to protect the bench from the flame.

5.  What is the annealing pan?

The annealing pan is made of sheet iron which rotates on a
base. The pan is usually filled with charcoal, which retains
and spreads the heat.

6.  When is the annealing pan used?

It is used when it is more convenient to rotate the pan than
to move the flame.

7.  Can silver, copper, and gold be cooled immediately?

Silver or copper may be cooled immediately by plunging it
in water or acid while it is still hot. Gold under 14-K,
which becomes brittle if cooled too quickly, should be laid
aside to cool.

8.  Should metal hammered on lead be cleaned before it is heated?

Clean the metal with emery cloth; lead particles eat into the
metal when heated.